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CONCRETE CONSTRUCTION
may be              when it is at an age of from 1 to 2 days, by
the          and rubbing the surface with a brick and sand,
or carborundum.
It is             to finish concrete in this manner the large
of                should be spaded back from the forms so that the
face will             little or no coarse aggregate.    If a mottled surface
is            It         be produced by a mortar composed of 1 part of Port-
and 2l/2 parts of white marble or limestone, either of
will rub to a very beautiful surface.   While the rubbing is in
a         grout, composed of 1 part of cement and 1 of sand
be            and well rubbed in.   The work should afterwards
be                             clear water.
Dressed Surfaces
is thoroughly hardened, it may be dressed in the
as            stone, although the stone cutter's tools require
to suit the need of concrete.    While this work is
on concrete when it is 2 or 3 days old, the best results
are                       it is about 1 month old.   The great disadvantage
of              concrete with a stone hammer at too early an age is that
of the                will be knocked out from the cement mortar,
holes, while if left for a few weeks it will become
so                                that they will break under the hammer and
a                        much the same as natural stone.   For this pur-
the              is a special form of bush hammer, designed to dress
the           on the face of which are farther apart and larger
the                    cutterfs hammer.   A three pound hammer with
is a         size for concrete work, although larger ones are
Another hammer which has been especially designed
for                           is similar to a pick having five teeth on each
end.   For               large surfaces a pneumatic hammer is used and
a very              inish, doing the work much more rapidly
tic         are operated by hand.   Another finish is obtained
by an                machine which gives a sand-blast finish.
never be subjected to sand-blasting until it is at feast mm           old  A nozzle pressure of from 50 to 80 Ibs. should be
maintained.
Colored Surfaces
F0F            work, the suggestions already made with reference to
the                             and mixing of aggregate will accomplish better
in ay              of artificial coloring which may be adopted.